CLAIM AMENDMENTS : 

1 . (currently amended) A high strength, heat resistant alloy for exhaust 
valves with good overaging-resistance, which has an alloy composition 
essentially consisting of, by weight %, C: 0.01-0.2 %, Si: up to 1.0 %, Mn: up to 
1.0 %, P: up to 0.02 %, S: up to 0.01 %, Ni: m 39.9 -62%, Cr: 13-20 %, W: 

0. 01-3.00 %, Mo: up to 2.0 %, provided that Mo+0.5W: 1.0-2.5 %, Al: 0.7 % or 
higher and less than 1.6 %, Ti: 1.5-3.0 %, Nb: 0.5-1.5 %, B: 0.001-0.010 %, 
provided that (%Ti)/(%Al): 1.6 or more to less than 2.0, and the balance of Fe in 
an amount of at least 20.6 % and inevitable impurities. 

2. (original) The heat resistant alloy for exhaust valves according to claim 

1 , wherein the alloy further contains at least one of the group consisting of Mg: 

0. 001-0.030 %, Ca: 0.001-0.030 % and Zr: 0.001-0.100 %. 

3. (original) The heat resistant alloy for exhaust valves according to claim 

1, wherein the alloy further contains Cu: up to 2.0 %. 

4. (original) The heat resistant alloy for exhaust valves according to claim 
1, wherein the alloy further contains V: 0.05-1.00 %. 

5. (original) The heat resistant alloy for exhaust valves according to claim 
1, wherein the alloy further contains Cu: up to 2.0 % and V: 0.05-1.00 %. 
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6. (original) The heat resistant alloy for exhaust valves according to 
claim 2, wherein the alloy further contains Cu: up to 2.0 %. 



7. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 2, wherein the alloy further contains V: 0.05-1.00 %. 

8. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 2, wherein the alloy further contains Cu: up to 2.0 % and V: 
0.05-1.00%. 



9. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 1, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy. 

10. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 1 , wherein the alloy has a composition in which whole or a 
portion of Nb is replaced with Ta. 
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1 1 . (previously presented) The heat resistant alloy for exhaust valves 
according to claim 1 , wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy and whole or a 
portion of Nb is replaced with Ta. 

12. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 2, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy. 

13. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 3, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy. 

14. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 4, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy. 

15. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 2, wherein the alloy has a composition in which whole or a 
portion of Nb is replaced with Ta. 
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16. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 3, wherein the alloy has a composition in which whole or a 
portion of Nb is replaced with Ta. 

17. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 4, wherein the alloy has a composition in which whole or a 
portion of Nb is replaced with Ta. 

18. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 2, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy and whole or a 
portion of Nb is replaced with Ta. 

19. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 3, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy and whole or a 
portion of Nb is replaced with Ta. 

20. (previously presented) The heat resistant alloy for exhaust valves 
according to claim 4, wherein the alloy has a composition in which a portion of 
Ni is replaced with Co in an amount of up to 5 % of the alloy and whole or a 
portion of Nb is replaced with Ta. 
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